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The depth of your luould mua be de- 
termined by the thicknefs of your in 
tended dump ; and here, as I before ad’ 
vilcd you to make it the fize of a half 
penny, fo would I advife you to make it" 
of the fame thickncfs. For this purpofc 
you may put a halfpenny into the dye’ 
and, when it is perfeaiy even with the 
furrounding fides, you will then be cer- 
tain that you have feraped to a fufficient 
depth. If the half-penny flicks up in any 
particular part, take it out, and ferape 
away the obflacle ; for, the beauty of your 
jcafl depends much on its roundnefs and 
equality of thicknefs. 

Having made the bottom of each dye 
pcrfc6lly fmooth and level, then cut the 
proper channels for the metal to pafs 
through the mould from one dump to an- 
other. The annexed reprefentation may 
perhaps make this matter appear more 
clear than from words only. 
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Cut a deep and wide notch in the 
mould at A; from this carry two little 
gutters, to convey the hot metal into the 
two calls B B. From each of thefe cut 
another channel, to convey the metal into 
the center cafl D ; and obferve the fame 
method for E E. Thefe groves or chan- 
nels fhould be rather deep than wide, 
as the metal will thereby have lefs time 
to cool before it arrives at the laft 
3 dyes, 










